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Description 

The present invention relates to an artificial tubular organ and. more particularly, to on artificial tubular 
organ for use in substitution or reconstruction of tubular organs such as blood vessels, tracheae and 
5 esophagi. 

BACKGROUND OF THE INVENTION 

Recently, the development of artificial tubular organs has been energetically pushed forward to use 
70 them as a substitute for tubular organs such as blood vessels, tracheae and esophagi, and many clinical 
applications of such artificial organs have been reported in the medical field. 

For the artificial tubular organs used as a substitute of tubular organs with a skeleton (cartilage) such as 
tracheae and bronchi. Belsey, R. has reported in British J. Surg. 38 200 (1950), clinical trials employing a 
stainless steel wire closely wound in the form of a helix and covered with a fascia, and Daniel, R.A et al 
75 have reported in Dis. Chest. 17 426 (1950) on experiments using a glass tube. These reports initiated the 
development of artificial tubular organs, and various investigations have been made on artificial tubular 
organs of a wide variety of materials. 

In general, the requirements common to artificial tracheae are to have sufficient resistance to deforma- 
tion, to cause no leakage of air, and to be incorporated into organisms without causing significant 
20 inflammatory response. To meet these requirements, many studies have been conducted on materials for 
artificial tracheae, and their structure. The most artificial tracheae of the prior art are in the form of meshes 
or solid tubes, but the investigations in recent years are directed to artificial organs composed of supporting 
frame covered with a mesh such as woven fabrics or knitted goods. 

In J. Thoracic & Cardovasc Surg. 72 525 (1976), Neville has stated the following six conditions required 
25 for an ideal artificial trachea. 

(1) to be airtight to avoid leakage of expired air and inspired air; 

(2) to have a suitable mechanical strength and resistance to deformation to avoid occlusion of trachea by 
pressure; 

(3) to take with a organism, 

30 (4) to be incorporated into the surrounding organisms with less inflammatory response; 

(5) to prevent fibroblasts from passing therethrough as well as to prevent bacteria from making an 
invasion into the lumen; and 

(6) to permit ingrowth of respiratory epithelia along the lumen. 

However, there is no artificial trachea which satisfies all these conditions, especially, the conditions (3), 
35 (4) and (6) simultaneously. 

For example, the artificial tracheae as shown in Figs. 9 and 10, known as an arched graft, involve a 
problem in the condition (3). Since such artificial tracheae generally comprise a mesh reinforced by a 
supporting frame 31 with a semicircular cross section shown in Fig. 9 or 10, they are poor in longitudinal 
extension and contraction. This causes abrasion or releasing from the surrounding tissue, resulting in failure 
40 in a take. 

In Japanese patent national publication No. 2-501118, it has been proposed to use an artificial blood 
vessel comprising a medical prosthetic material of a tubular woven fabric constructed by alternately 
performing plain weave and twill weave. This artificial blood vessel is improved in softness and flexibility 
and may be used without performing coating of a coagulant. However, the softness is lost from the blood 

45 vessel by the adhesion with the surrounding tissues, so that the blood vessel cannot follow with the 
movement of the body, thus causing inflammation of the tissue. 

Japanese patent lying-open No. 57-115250 discloses an artificial tubular organ coated with a blood 
coagulation factor XIII (or fibrin stabilizing factor), which is used as an artificial trachea to be implanted in a 
resected portion of the trachea invaded by the cancer or in a resected portion of bronchus affected with 

50 tumor. This artificial tubular organ causes no risks such as obstructive thrombus, formation of ulcer or 
stenochoria as a rate of organization just after implantation is improved by the blood coagulation factor XIII. 

However, the woven fabric or knitted goods used as the medical prosthetic materials for artificial tubular 
organs have the following disadvantages. If the fabric has a low compactness, the prosthetic material 
possesses good softness, but it permits the internal air to pass therethrough and then intrudes into the 

55 tissue, causing inflammation due to microbism. If the prosthetic material is composed of a woven or knitted 
fabric of a compact construction, or of a fabric provided with a coating to give good airtightness and 
watertightness, the artificial tubular organ becomes rigid, does not fit to the surrounding tissue, prevents 
invasion of endotheliums, and causes disturbances in the surrounding tissue. 
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Commercially available artificial tubular organ comprises a silicone wire closely wound in the form of a 
helix and covered with a fabric to prevent the leakage of expired air or inspired air. In such an artificial 
trachea, however, the granulation tissue is prevented from entering into the medical prosthetic material. 
Thus, the artificial trachea is prevented from incorporation into the surrounding tissue so that the migration 
5 of the artificial trachea occurs. 

FR-A-2 333 487 discloses an artificial tubular organ as defined in the preamble of claim 1 . This known 
artificial tubular organ has a good transversal flexibility while its resistance to Internal pressure is poor. 

SUMMARY OF THE INVENTION 

70 

It is therefore an object of the present invention to provide an artificial tubular internal organ having high 
resistance to deformation and good airtightness, and capable of being incorporated into the tissue after 
implantation to provide good adhesion with the surrounding tissues. 

This object is solved by an artificial tubular organ as claimed in claim 1 . 

15 As a material for supporting frame, there may be used any biocompatible synthetic resins. Typical 
biocompatible synthetic resins include, without being limited to, olefin resins such as polyethylene, 
polypropylene; fluoroplastics such as polytetrafluoroethylene, ethylene-tetrafluoroethylene copolymers, poly- 
chlorotrifluoroethylene; and polyesters. 

As a medical prosthetic material, there may be used any known fabrics including woven fabrics, 

20 nonwoven fabrics and knitted fabrics. It is, however, preferred to use a partially absorbable fabric 
comprising absorbable macromolecular yarns and nonabsorbable macromolecular yarns. Such a fabric may 
be used alone or in combination with any known fabrics comprising nonabsorbable macromolecular yarns 
or fibers. When a fabric comprising absorbable yarns is used in combination with a fabric made of 
nonabsorbable yarns, it is preferred that the former is sandwiched between the supporting frame and the 

25 latter. 

The above partially absorbable woven fabric may be constructed by composite yarns composed of at 
least one absorbable macromolecular yarn and at least one nonabsorbable macromolecular yarn. Such 
composite yarns may be prepared by yarn doubling or twisting. Also, the fabric may be a union cloth or 
knitted fabric composed of absorbable macromolecular yarns and nonabsorbable macromolecular yarns. 

30 The yarns for woven fabrics, nonwoven fabrics, knitted fabrics may be monofilament yarns or 
multifilament yarns. The most preferred yarns are false twist yarns as they improve airtightness and 
flexibility of the produced fabrics. 

As a material for the nonabsorbable macromolecular yarns, there may be used those such as 
polyesters (e.g., polyethylene terephthalate); polyolefins (e.g., polyethylene polypropylene); polyamide 

35 resins (e.g., 6-nylon, 66-nylon); fluoroplastics (polytetrafluoroethylene, polyvinylidene fluoride); chlorine 
resins (e.g., polyvinylchloride, polyvinylidene chlorides); polyurethane resins; cellulose derivatives; or natural 
fibers. Among them it is preferred to use polyolefins since the granulation tissues firmly adhere to yarns of 
polyolefin fibers but never enter into the lumen of the supporting frame and thus provide no disturbance of 
the flow of blood or air. 

40 As a material for the absorbable macromolecular yarns, there may be used those such as polylactide, 
polyglycolic acid, polyvinyl alcohol, polyacryl amide, polyvinyl pyrolidone, poly-7-methyl-glutamade, poly- 
caprolactone, polydioxanone and derivatives thereof, ethylene-carbon monoxide copolymers, cellulose 
derivatives or copolymers thereof, vinyl acetate-unsaturated carboxylic acid copolymers, and the like. 

The above fabrics or composite yarns may be coated with a protein. Typical proteins include, without 
45 being limited to collagen, gelatin, fibrinogen, globulin, and fibronectin. The protein coatings may be formed 
by immersing woven fabrics, non-woven fabrics or composite yarns in a protein solution and then rinsing 
them with water several times at room temperature. 

The woven or nonwoven fabric comprises absorbable macromolecular yarns which are dissolved and 
absorbed in the organism to form openings or pores in the fabric after implantation. Preferably, the 
50 openings or pores to be formed in the fabric of the nonabsorbable macromolecular yarns after implantation 
have an average diameter of 11 0 um and are present at least 20 % in the fabric. 

The artificial tubular organ of the present invention is capable of being bent in any directions, back and 
forth or left and right, because of a new construction of the tubular supporting frame. It is possible to make 
a discrimination in the bending angle of the artificial tubular organ between back and forth direction by 
55 suitably selecting location of the odd numbered or even numbered connecting portions in pair. 

The provision of the connecting portions makes it possible to prevent the supporting frame from excess 
expansion in the axial direction, as well as to prevent aberration of the ring portions, thus making it possible 
to improve the resistance to deformation. 
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Further, the stitches joining the fabric with the supporting frame are limited in movement by the 
connecting portions, thus making it possible to avoid the deviation of the fabric from the given position on 
the tubular supporting frame. 

Just after implantation of the artificial tubular organ, the medical prosthetic material of the woven, 
5 knitted, or nonwoven fabric prevents movement of substances such bacteria. With the lapse of time, 
however, the absorbable macromolecular yarns constituting the fabric are decomposed and absorbed in the 
organism so that numberless pores or openings are formed in the fabric. For this reason, the granulation 
tissues surrounding the artificial tubular organ enter into openings and grow up to form organism, while 
closing the openings of the fabric. As a result, the fabric with rough texture composed of the remaining 
10 nonabsorbable macromolecular yarns forms a dense composite with organism. 

The above and other objects, features and advantages of the present invention will be further apparent 
from the following description taken in conjunction with the accompanying drawings. 

BRIEF DESCRIPTION OF THE DRAWINGS 

15 

Fig. 1 is a perspective view of an artificial tubular organ embodying the present invention; 
Fig. 2 is a perspective view of a supporting frame used in the artificial tubular organ of Fig. 1; 
Fig. 3a is an enlarged perspective view of the supporting frame of Fig. 2; 
Fig. 3b is an enlarged perspective view showing a modified form of the supporting frame of Fig. 2; 
20 Fig. 4 is a fragmentary plan view of a medical prosthetic material composed of a woven fabric used in 
the artificial tubular organ of Fig. 1 ; 

Fig. 5 is a perspective view of a supporting frame used in the artificial trachea according to the present 
invention; 

Fig. 6 is a partially cut-away view of an artificial blood vessel according to the present invention; 
25 Fig. 7 is a fragmentary plan view of a medical prosthetic material composed of a woven fabric used in 
the artificial tubular organ according to the present invention; 

Fig. 8 is a fragmentary plan view of a medical prosthetic material composed of a nonwoven fabric used 
for an artificial tubular organ according to the present invention; 
Fig. 9 is a diagrammatical perspective view of an artificial tubular organ of the prior art; 
30 Fig. 10 is a diagrammatical perspective view of an another form of an artificial tubular organ of the prior 
art; and. 

Fig. 11 in a diagrammatical perspective view of a further form of an artificial tubular organ of the prior art; 
PREFERRED EMBODIMENT OF THE PRESENT INVENTION 

35 

Referring now to Fig. 1, there is shown an artificial tubular organ embodying the present invention, 
which comprises a tubular supporting frame (1) made of a plastic, and a medial prosthetic material (10) 
arranged in the lumen of the supporting frame (1) and joined thereto with several stitches. 

The supporting frame (1) is made of a biocompatible synthetic resin in the form of a cylinder of a 5 to 
40 30 mm length. This frame (1) comprises a plurality of ring portions (2) arranged on a common axis, and 
plural pairs of connecting portions extending between neighboring two ring portions to connect them each 
other. 

The ring portions (2) constitute a side wall of the supporting frame (1 ) so that they are required to have 
a suitable compressive strength to prevent crushing of the artificial tubular organ, for example, artificial 
45 trachea after implantation into the organism. Although the compressive strength of the supporting frame 
varies with a thickness of the ring portions and a raw materia! used, the artificial trachea is generally 
designed such that it possesses the compressibility ranging from about 5 to 25 % when a load of 500 g is 
applied to the artificial trachea of 5 cm in length in the direction perpendicular to its axis. The ring portions 
may have any cross sections such as circular, square, or rectangular, but it is preferred that they have a 
50 rectangular cross section. 

The connecting portions (3) are formed as an integral part of the supporting frame (1). A length of the 
connecting portions (3) is so determined that it is smaller than a radius of the ring portions (2). The 
connecting portions may have any thickness as occasion demands, but it is preferred that they have a 
thickness substantially the same as that of the ring portions (2), taking account of the mechanical strength 
55 and easiness of molding. 

The connecting portions (3) in pairs are diametrically arranged between the neighboring two ring portion 

(2) so that they are either above or below next connecting portion (3) but one. Thus, the connecting portions 

(3) in pair are symmetric with respect to the axis of the supporting frame (1), but odd numbered pairs of 
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said connecting portions (3) are arranged such that the plane containing their center lines intersects at right 
angles with the plane containing the center lines of even numbered pairs of the connecting portions. 

As fully illustrated in Fig. 3. the position of a pair of the connecting portions (3) with respect to an upper 
or lower pair of the connection portions (3) is determined such that a straight line (Li ), which connects the 

5 intersections of each of the connecting portions (3a, 3a') in pairs and the ring portion (2b), extends in the 
direction perpendicular to a straight line (La) which connects the intersections of each of the connecting 
portions (3b, 3b') in pair and the ring portion (2b). Also, each straight lines (U, L2) intersect at right angles 
with the axis (A) of the supporting frame (1). 

Fig. 4 shows the prosthetic material (10) composed of a woven fabric having a plain weave construction 

70 in which waft yarns (11, 12) pass alternately under and over warp yarns (13, 14) across the width of the 
fabric. One of the weft yarns, i.e., weft yarns (11) are absorbable macromolecular yarns, while the other weft 
yarns 12 are nonabsorbable macromolecular yarns. Similarly, one of the warp yarns 13 are absorbable 
macromolecular yarns, while the other warp yarns 1 4 are nonabsorbable macromolecular yarns. 

In order to fix (immobilize) the implanted artificial tubular organ in the body, the artificial tubular organ is 

t5 required to form pores in the textile after implantation so that granulation tissue enters into pores to form an 
inner structure rapidly. According to the present invention this is achieved by combined use of absorbable 
macromolecular yarns and nonabsorbable macromolecular yarns. The absorbable yarns are dissolved and 
absorbed in the body, thereby forming pores between the remaining nonabsorbable macromolecular yarns. 
It is preferred that an average diameter of the produced pores is at least 110 um, preferably, 300 to 

20 1500 um. Further, it is preferred that the pores of at least 110 um present in the textile occupies at least 20 
%, preferably, 40 to 70% of the surface area of the textile. If the average diameter of the pores is less than 
110 um, it is difficult for the granulation tissue to enter into pores between the fibers of the textile, causing 
failure in immobilization of the fiber structure in the body. 

The above medical prosthetic material (10) or woven fabric is joined to the supporting frame (2) with 

25 several stitches. The stitching thread is composed of the same materials as materials of the fabric, i.e., 
absorbable macromolecular yarns and nonabsorbable macromolecular yarns. 

When such an artificial tubular organ is implanted in the body, one of the constituents of the prosthetic 
material, i.e., absorbable macromolecular yarns are decomposed by breakage of their main chains of 
chemical structures and absorbed in the body to form openings or pores between non-absorbable 

30 macromolecular yarns, into which the granulation tissues enter so that the artificial tubular organ firmly 
adheres to the surrounding tissues and in fixed thereto. Since the artificial tubular organ is required to have 
good airtightness and watertightness, the medical prosthetic material is constituted by a woven fabric with a 
high density. For this reason, the artificial tubular organ is initially stiffened, but it is then softened with the 
lapse of time as the absorbable macromolecular yarns are dissolved and absorbed in the body. This makes 

35 it possible to minimize an obstacle due to implantation an well as to avoid occurrence of inflammation. 

In the above embodiment, all the pairs of the connecting portions (3) are diametrically arranged so that 
they are symmetric with respect to the axis of the supporting frame (1). However, thin in not necessarily 
required. It is sufficient to make one of the straight lines (Li, L2) intersect perpendicularly to the axis (A) of 
the supporting frame (1). 

40 Fig. 3b shows modification of a tubular supporting frame for use in the artificial tubular organ of the 
present invention. In this embodiment, one of the straight lines (Li , L2), for example, the straight line (Li) is 
separated by a distance (d) from the straight line (L3) passing the axis (A) in parallel thereto. For this 
reason, the bending angle of the supporting frame (1) in greatly affected by the distance d between the axis 
(A) and the line (Li). The greater the distance d, the smaller is the bending angle in the direction of an 

45 arrow -X, as indicated in Fig. 3b. However, this makes it easy to bend the supporting frame (1) in the 
opposite direction, i.e., in the direction of an arrow X in Fig. 3b. Thus, the bending angle of the supporting 
frame (1) may be determined according to a sort of artificial organs to be produced or objects to be 
implanted. 

In the above embodiment, the prosthetic material is composed of a textile of the plain weave structure, 
50 but weaves of the textile are not limited thereto. There may be used textiles or fabrics constituted by any 
other weaves including twill weave, sateen weave and respective variations. Also, there may be used tubular 
or flat knitted goods such as, for example, warp knitted fabrics, weft knitted fabrics, plain stitch fabrics, 
interlock fabrics, fleecy fabrics, and tuck stitch fabrics. 

Fig. 5 shows a modification of a tubular supporting frame for use in the artificial trachea of the present 
55 invention. This supporting frame is made of a biocompatible synthetic resin in the form of inverted Y-shape, 
and is composed of a trachea portion (4), a bifurcated portion (5), and bronchus portions (6, 6'). The trachea 
portion (4) comprises a plurality of ring portions (2) arranged on a common axis, and plural pairs of 
connecting portions (3) extending between neighboring two ring portions (2) to connect them each other. 
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Similarly, each bronchus portion (6, 6') is composed of a plurality of ring portions (8) arranged on a 
common axis, and plural pairs of connecting portions (9) extending between neighboring two ring portions 
(8) to connect them each other. 

The lowermost ring portion (2) is connected to the uppermost ring portions (8) of the bronchus portions 
5 (6) by a pair of a connecting portion extending therefrom to form a bifurcated portion (5), and the uppermost 
ring portions (8a, 8a') are connected each other at their edges. The left bronchus portion 6' (in rig. 5, right 
portion) extends sideways at an angle smaller than that of the right bronchus portion (6), but has a length 
longer than that of the right bronchus portion (6). 

The above tubular supporting frame is covered with a medical prosthetic material to form an artificial 
10 trachea. The medical prosthetic material is composed of a woven fabric, a knitted fabric or a nonwoven 
fabric. 

Fig. 6 shows an artificial blood vessel according to the present invention. This artificial blood vessel is 
composed of a tubular supporting frame 1 and a union cloth 15 spirally wound thereon to form a tubular 
wall of the artificial blood vessel The union cloth 1 5 comprises absorbable macromolecular yarns and non- 
75 absorbable macromolecular yarns. The above union cloth may be replaced with a non-woven fabric. 

The artificial blood vessel may be provided on its outer surface with a coating of a protein such as 
collagen or gelatin, and on its inner surface with a coating of an anti-thrombotic material. 

When such an artificial blood vessel is implanted in the body, one of the constituents of the tubular wall, 
i.e., absorbable macromolecular yarns are decomposed and absorbed In the body, thereby forming pores 
20 between non-absorbabie macromolecular yarns. The granulation tissues enter into the pores so that the 
artificial blood vessel adheres to the surrounding tissues and is fixed thereto. Since the medical prosthetic 
material is composed of union cloth with a high density, the artificial blood vessel is airtight and watertight. 
Thus, the artificial blood vessel is initially stiffened, but it is softened gradually as the absorbable 
macromolecular yarns are dissolved and absorbed in the body. It is possible to minimize an obstacle due to 
25 implantation as well as to avoid occurrence of inflammation. 

The construction of Fig. 1 may be applied to an artificial trachea, which comprises a tubular supporting 
frame as shown in Fig. 1 . and a medical prosthetic material arranged on its Inner and/or outer surfaces. In 
such a case, the supporting frame is generally formed with fluoroplastics so as to have an inner diameter of 
20 to 30 mm, a length of 10 to 50 mm, and a thickness of 1 mm. The medical prosthetic material may be a 
30 woven fabric composed of absorbable macromolecular yarns and non-absorbable macromolecular yarns, as 
shown in Fig. 4. The outer surface of this artificial trachea may be coated with a protein such as collagen or 
gelatin. 

Since the outer wall of such an artificial trachea is composed of a union cloth with a high density, It is 
kept airtight and water tight just after implantation of the artificial trachea so that the expired air and inspired 

35 air will not escape. Thus, the artificial trachea will fulfil the intended function effectively. Also, there is almost 
no occurrence of microbism as external bacteria are prevented from passing through the cloth. The 
absorbable macromolecular yarns constituting the union cloth are decomposed and absorbed in the body 
with the lapse of time to form openings in the tubular wall of the artificial trachea. For this reason, the 
granulation tissues enter into the openings formed between the remaining non-absorbable macromolecular 

40 yarns and encapsulate the artificial trachea to form a composite structure. 

Fig. 7 shows a weave pattern of a medical prosthetic material constructed by passing weft yarns 16 
alternately under and over warp yarns 17 across the width of the fabric. The weft yarns 16 are twist yarns 
composed of a non-absorbable macromolecular yarn 16a and an absorbable macromolecular yarn 16b. 
while the warp yarns 17 are doubled yarns composed of a non-absorbable macromolecular yarn 17a and an 

45 absorbable macromolecular yarn 17b. 

The above absorbable and non-absorbable macromolecular yarns may be monofilament yarns or 
multifilament yarns. It is however preferred to use false twist yarns to improve airtightness and flexibility of 
the cloth. Since the woven fabric is constructed by weaving two kinds of composite yarns, i.e., doubled 
yarns and twist yarns, the size of the openings to be formed In the plain weave fabric after implantation may 

so be controlled by variation of fiber diameters of the absorbable and non-absorbable macromolecular yarns, 
by changing the distance between neighboring two warp yarns or weft yarns, or by changing the number of 
yarns constituting doubled yarns or twist yarns. 

In the above embodiment, the medical prosthetic matenal is composed of a woven fabric including 
double yarns as the warp yarns, and twist yarns as the weft yarns, but it may be a woven fabric or a knitted 

55 fabric, of which both the warp yarns and weft yarns are composed of either double yarns or twist yarns. 
Also, it is possible to use, as the medical prosthetic material, woven fabrics or knitted fabrics in which either 
the warp yarns or weft yarns are composed of double yarns or twist yarns, while the other being composed 
of non-absorbable macromolecular yarns. 
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In the above case, it is preferred to use twist yarns which have a twist angle given by e in Fig 9, 
ranging from 45 to 88 " . in particular, 65 to 85 v 

It is preferred to use non-absorbable macromolecular yarns composed of single yarns having a 
diameter ranging from 0.1 to 100 urn, in particular, 1.0 to 40 urn. If the single yarns with a diameter 
5 exceeding 100 urn are employed, the woven fabric becomes rigid and causes Inflammation after implanta- 
tion of the artificial tubular organ. If the single yarns with a diameter of less than 0.1 um are used, it is 
difficult to produce. 

Fig. 8 Is an enlarged fragmentary plan view of a nonwoven fabric used as a medical prosthetic material. 
This nonwoven fabric is composed of absorbable fibers 17 and non-absorbable fibers 18, which are 

10 intersecting each other and interlocked at crossed points. The nonwoven fabric may be produced by a 
process comprising the steps of separately spinning an absorbable macromolecular material and a non- 
absorbable macromolecular material into filaments through nozzles, cutting tfie filaments into fibers, 
spraying the fibers onto a surface of a conveyer or a rotating surface of a columnar or cylindrical mandrel, 
and interlocking the resultant layered fibers at their crossed points by a physical process, for example, 

75 needling and water jet. The layered fibers may be interlocked at their crossed points by any other 
processes, for example, by heating, or by chemical treatment such as alkali treatment and solvent 
treatment. By spraying the fibers on the surface of the mandrel, it is possible to obtain a tubular nonwoven 
fabric by removing the mandrel from the product. 

The fibers used for nonwoven fabric may be long fibers, or short fibers, or a combination of long fibers 

20 and short fibers. The nonwoven fabric is generally produced in the form of a flat or tubular shape. 

It is preferred to use nonwoven fabrics with a bulk density of 0.005 to 0.60 g/cm^ as a medical 
prosthetic material. If the bulk density of the nonwoven fabric exceeds 0.60 g/cm^, the nonwoven fabric 
becomes rigid and causes inflammation resulting from implantation of the artificial tubular organ. If the bulk 
density is less than 0.005 g/cm^, the mechanical properties of the nonwoven fabric becomes lowered. 

25 Also, it is preferred that the nonwoven fabric is at least 0.1 mm thick, in particular, 1 to 10 mm thick. If 
the thickness of the nonwoven fabric is less than 0.1 mm, durability becomes lowered. 

It in preferred that the nonwoven fabric has an extension percentage of at least 5 %, in particular, from 
10 to 25 %. The nonwoven fabric with such an extension percentage is particularly suitable for artificial 
tubular organs which is given the internal pressure, such as artificial blood vessels and artificial tracheae. 

30 

EXPERIMENT 1 

There were prepared artificial tracheae comprising a tubular supporting frame (23 mm outside diameter, 
21 mm inside diameter, 60 mm length) of polytetrafluoroethylene having a structure as shown In Fig. 2, and 
35 a tubular mesh of polyester arranged in the lumen of the supporting frame and fixed thereto with stitches. 
The supporting frame is composed of ten ring portions and nine pairs of connecting portions (4 mm width 
by 4 mm length by 1 mm thick). The outermost ring portions are 4 mm in length, while other ring portions 
are 2 mm in length. 

Using male dogs with the weight of 10 to 15 Kg, animal experiments were conducted by implanting 
40 each artificial trachea in the dog. Results are summarized in Table 1. 

In the table, early death means that the dog died within 4 weeks, while long-term survival means that 
the dog survived more than 4 weeks. The cause of death is classified into the following groups: 
A: death caused by the supporting frame (e.g., deformation, migration); 
B: death caused by the mesh (e.g., air leakage, super-numerary granulation); 
45 C: death caused by surgical operation or trachea (e.g., stenosis or disherence at the anastomosed 
portion); 

D: death caused by disease (e.g., obstruction of the airway caused by sputum); 
E: death caused by inflammation; and 
F: death caused by nacrosis. 

50 

COMPARATIVE EXPERIMENT 1 

There were prepared artificial tracheae each comprising a supporting frame of polyethylene formed into 
a semi cylindrical form shown in Fig. 9 and covered with a mesh of polyester. Using male dog with the 
55 weight of 10 to 14 Kg, animal experiments were conducted in the same manner as that in Experiment 1. 
Results are shown in Table 1, 
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COMPARATIVE EXPERIMENT 2 

There were prepared artificial tracheae each comprising a supporting frame of polyethylene formed into 
an arched shape shown in Fig. 10 and covered with a mesh of polyester. Using dogs with the weight of 7 to 
5 13 Kg, animal experiments were conducted in the same manner as that In Experiment 1. Results are shown 
in Table 1 . 

COMPARATIVE EXPERIMENT 3 

70 Using commercially available polyethylene tube (produced by Dow Chemicals) having a structure as 
shown in Fig. 11. animal experiments were conducted in the same manner as that in Experiment 1. The 
dogs used have the weight of 9 to 13 Kg. 



Table 1 



15 



20 



25 



30 





Total Head 


Early death 


long-time survival 


Head 


cause 


Death 


cause 


survival 


Ex. 1 


28 


13 


B; 10 
C:2 
D: 1 


4 


B: 1 
C: 1 

Victim: 1 
Unknown: 1 


11 


Comp. Ex. 1 


20 


8 


A: 1 
B:5 
C:2 


12 


A: 4 
B; 1 
C:6 
Other: 1 


0 


Comp. Ex. 2 


5 


0 




5 


A: 5 


0 


Comp. Ex. 3 


10 


2 


E: 1 
F:5 


8 


A: 6 
c: 2 


0 



35 



From the results shown in Table 1 , it will be seen that there is no case in which death is caused by use 
of the supporting frame of the present invention. In contrast therewith, the artificial tracheae of comparative 
examples 1 and 2 cause death due to deformation of the supporting frame. On the other hand, the artificial 
tracheae of comparative Experiment 3 resulted in migration of the trachea, while the remaining head 
survived more than 4 weeks. 



40 



45 



50 



EXPERIMENTS 2-5 

Using polyethylene terephthalate (herein after referred to as PET) yarns of 150 denier/30 filament and 
polyglycolic acid (herein after referred to as PGA) yarn of 120 denier/6 filament as weft yarns and warp 
yarns, there were prepared plain woven fabrics of 2/2 having a construction of Fig. 4. A distance (L) 
between neighboring PET yarns are varied as shown in Table 2. Each plain woven fabric was implanted in a 
subdorsal site of a dog, and the condition of implantation of the fabric was visually observed after 6 weeks 
have elapsed. Results are shown in Table 2. 

In Table 2, "good" means that the fabric is fixed to the surrounding tissue by invasion of the granulation 
tissues into pores of the fabric, "better" means that the fabric is exfoliated from the surrounding tissue 
although the granulation tissues have invaded into pores of the fabric, and "bad" means that no invasion of 
granulation tissues into the pores of the fabric has been observed. 



COMPARATIVE EXPERIMENTS 4-6 



55 



Using the same PET yarns as that of Experiment 2, there were prepared plain woven fabrics of 2/2 
having a construction of Fig. 4, with a distance (L) between neighboring PET yarns being varied as shown 
in Table 2. Each plain woven fabric was implanted in a subdorsal site of a dog, and the condition of 
implantation of the fabric was visually observed after 6 weeks have elapsed. Results are shown in Table 2. 
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Table 2 



Distance fL) Judgement 





Ex . 2 




307 


UTH 


CTOOd 

\m \^ 




Ex. 3 




241 




good 


10 


Ex. 4 




153 


m 


good 




Ex. 5 




126 


m 


better 


15 


Comp, 


Ex. 4 


101 


m 


bad 




Coiup. 


Ex. 5 


95 


m 


bad 




Como. 


Ex. 6 


74 


Mm 


bad 



20 



As will be understood from the results shown in Table 2, If the distance (L) between the neighboring 
PET yarns is less than 101 um like as the fabrics of the comparative experiments, no invasion of the 
granulation tissues into the fabric occurs and the fabric is never fixed to the surrounding tissues. 

25 

EXPERIMENTS 6-9 

Using a PET yarn of 70 denier/36 filament and a PGA yarn of 12 denier/6 filament or a PGA yarn of 6 
denier/3 filament, there was prepared a doubled yarn to be used as a weft yarn for the plain woven fabric of 
30 Fig. 7 by yarn doubling. Also, there was prepared an S twist yarn to be used as a warp yarn for the plain 
woven fabric of Fig. 7 by twisting the above doubled yarn in the direction of S by 200 T/M. Using the 
resultant doubled yarn and S twist yarn, there were prepared plain woven fabrics of 1/1 having a 
construction of Fig. 7. A distance (L) between neighboring PET yarns are varied as shown in Table 3. 

Each plain woven fabric was coated with a 10 wt% aqueous solution of collagen, dried and then 
35 implanted in a subdorsal site of a dog. After 6 weeks have elapsed, the condition of implantation of the 
fabric was visually observed. Results are shown in Table 3. 

In Table 3. "good" means that the fabric is fixed to the surrounding tissue by invasion of the granulation 
tissues into pores of the fabric, "better" means that the fabric is exfoliated from the surrounding tissue 
although the granulation tissues have invaded into pores of the fabric, and "bad" means that no invasion of 
40 granulation tissues into the pores of the fabric has been observed. 

COMPARATIVE EXPERIMENTS 7-8 

Using PET yarns of 100 denier/36 filament, there were prepared plain woven fabrics of 1/1 having a 
45 construction of Fig. 7. A distance (L) between neighboring PET yarns was varied as shown in Table 3. Each 
plain woven fabric was implanted in a subdorsal site of a dog, and the condition of implantation of the fabric 
was visually observed after 6 weeks have elapsed. Results are also shown in Table 3. 



9 



EP 0 464 755 B1 







PGA varn 


Distance (L\ 




Sx. 6 




12d/6f 


340 m 


good 


Ex. 7 




12d/6£ 


281 m 


good 


Ex. 8 




12d/3f 


209 Mm 


good 


Ex. 9 




6d/3f 


147 m 


good 


Conp . Ex . 


7 


6d/3f 


105 Mm 


bad 


Coinu . Ex . 


9 




95 Mm 


bad 



As will be understood from the results shown in Table 3, If the distance (L) between the neighboring 
20 PET yarns is less than 110 urn like as the fabrics of the connparative experinnents, no invasion of the 
granulation tissues into the fabric occurs and the fabric is never fixed to the surrounding tissues. 

EXPERIMENTS 10-13 

25 Using PET and PGA as raw materials, there were prepared nonwoven fabrics by separately spinning 
PET and PGA with water jet into filaments through respective nozzles, and then cutting the filaments into 
fibers to form PET fibers with a diameter of 41 .3 um and PGA fibers with a diameter of 38.4um, spraying 
the resultant fibers onto a conveyer surface, and interlocking the resultant layered fibers at their crossed 
points by needling. The non-woven fabric has a thickness of 1.6 mm, and a bulk density of 0.12 g/cm^. A 

30 mixing ratio of PET fibers to PGE fibers was determined such that the pores formed in the nonwoven fabric 
after decomposition of PAG fibers has an average diameter as shown in Table 4. 

Each nonwoven fabric was coated with a 10 wt% aqueous solution of collagen, dried, and then 
Implanted in a subdorsal site of a dog. After 6 weeks have elapsed, the condition of implantation of the 
fabric was visually observed. Results are shown In Table 4. 

35 In Table 4, "good" means that the fabric is fixed to the surrounding tissue by invasion of the granulation 
tissues into pores of the fabric, "better" means that the fabric is exfoliated from the surrounding tissue 
although the granulation tissues have invaded into pores of the fabric, and "bad" means that no Invasion of 
granulation tissues into the pores of the fabric has been observed. 

40 

Table 4 

Amount of Diameter Judgement 



Ex. 10 


74 


310 


^m 


good 


Ex, 11 


59 


225 


Mm 


good 


Ex. 12 


43 


162 


Mm 


good 


Ex* 13 


32 


134 


Mm 


good 


Como. Ex. 9 




lOS 


Mm 


bad 
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As will be understood from the results shown In Table 4, if the distance (L) between the neighboring 
PET yarns is less than 110 um like as the fabrics of the connparatlve experiments, no invasion of the 
granulation tissues into the fabric occurs and the fabric is never fixed to the surrounding tissues. 

5 EXPERIMENT 14 

Using doubled yarns composed of a polypropylene (hereinafter referred to as PP) yarn of 75 denter/24 
filament and a PGA yarn of 18 denier/6 filament as weft yarns and warp yarns, there were prepared tubular 
plain woven fabrics of 1/1 having a construction of Fig. 7 such that they have an Inner diameter of 9 mm 
10 and a length of 6 cm. A distance (L) between neighboring PP yarns was 433 um. 

EXPERIMENT 15 

Using doubled yarns composed of a high density polyethylene (density: 0.96 g/cm^. hereinafter referred 
15 to as PE) yarn of 70 denier/12 filament and a PGA yarn of 18 denier/6 filament as weft yarns and warp 
yarns, tubular plain woven fabrics of Fig. 7 were prepared in the same manner as that in Experiment 14. 
The distance (L) between neighboring PE yarns was 513 um. 



20 



EXPERIMENT 16 

Using doubled yarns composed of a PET yarn of 75 denier/24 filament and a PGA yarn of 18 denier/6 
filament as weft yarns and warp yams, tubular plain woven fabrics of Fig. 7 were prepared in the same 
manner as that in Experiment 1 4. The distance (L) between neighboring PET yarns was 396 um. 

25 EXPERIMENTS 

Using doubled yarns composed of a 66-nylon (hereinafter referred to as NY) yarn of 70 denier/36 
filament and a PGA yarn of 18 denier/6 filament as weft yarns and warp yarns, tubular plain woven fabrics 
of Fig. 7 were prepared in the same manner as that in Experiment 14. The distance (L) between 
30 neighboring NY yarns was 421 um. 

The plain woven fabrics prepared in Experiments 14-17 were coated with a 10 wt% aqueous solution of 
collagen and then dried to form a thin layer of collagen on the outer surface of the tubular fabrics. Each 
tubular woven fabric was implanted in a thoracotrophic aorta descendens of a dog. After 3 months have 
elapsed, the condition of implantation of the tubular fabric was visually observed. Results are shown in 
35 Table 5. 

In Table 5, "good" means the fact that a neo-membrane was observed on the inner wall of the tubular 
fabric, but the granulation tissue was never observed in the lumen of the tubular fabric, "better" means that 
short granulation tissues were observed on the periphery of the inner wall of the tubular woven fabric, and 
"bad" means the fact that the granulation tissues grow across the lumen of the tubular woven fabric. 



40 



50 



55 



Matsriftl of non- 

ftbflorbiiblft yarn J^dqemant: 

Ex. 14 PP good 
Ex, 15 PE good 
Ex. 16 PET better 
Ex. 17 EL 



As will be understood from the above results, by using the tubular woven fabric composed of 
absorbable yarns and nonabsorbable yarns as a medical prosthetic material, it is possible to permit the 
formation of neo-membrane on the inner wall of the tubular fabric without causing the growth of the 
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granulation tissue in the lumen of the tubular fabric. 
Claims 

5 1. An artificial tubular organ comprising a tubular supporting frame (1) made of a plastic material and a 
fabric (10) arranged on at least one of inner and outer surfaces of said tubular supporting frame, said 
fabric being composed of at least one fabric selected from the group consisting of woven fabrics, 
nonwoven fabrics, and knitted fabrics, and including absorbable macromolecular yarns and nonabsor- 
bable macromolecular yarns, 

70 characterized In that 

said supporting frame (1) is composed of a plurality of ring portions (2) arranged on an axis and 
connected by a corresponding plurality of connecting portions, such that a first pair of connecting 
portions {3a, 3a') formed as integral part of a first ring portion and extending between neighboring two 
ring portions (2a, 2b) to connect them with each other, a second pair of said connecting portions (3b, 

75 3b') being diametrically arranged on the neighboring ring portion (2b. 2c), said second pair (3b, 3b') of 
said connecting portions being opposed such that the plane (L2) containing their center lines intersects 
at right angles with the plane (LI) containing the center lines of said first pair of diametrically opposed 
connecting portions. 

20 2. An artificial tubular organ according to claim 1 wherein yarns are double yarns or twist yarns composed 
of at least one absorbable macromolecular yarns and at least one nonabsorbable macromolecular 
yarns. 

3. An artificial tubular organ according to any one of claims 1 or 2 wherein the fabric is a union cloth 
25 composed of absorbable macromolecular yarns and nonabsorbable macromolecular yarns. 

4. An artificial tubular organ according to any one of claims 1 to 3 wherein nonabsorbable macromolecular 
yarns is composed of fibers made of a material selected from the group consisting of polyesters, 
polyolefins, polyamide resins, fluoroplastics, chlorine resins, polyurethane resins, cellulose derivatives, 

30 and natural fibers. 

5. An artificial tubular organ according to any one of claims 1 to 4 wherein nonabsorbable macromolecular 
yarns is composed of one of polyoleftne fibers. 

35 6. An artificial tubular organ according to any one of claims 1 to 5 wherein said fabrics or yarns are 
coated with a protein. 

7. An artificial tubular organ according to any one of claims 1 to 6 wherein said absorbable macro- 
molecular yarns are included in the fabric so that they are dissolved and absorbed in the organism after 
40 implantation to form openings or pores having an average diameter of 110 um and being present at 
least 20 % in the fabric. 

Patentanspruche 

45 1. Kunstliches rohrformiges Organ mit einem rohrfdrmigen Stutzrahmen (1) aus einem Kunststoffmaterial 
und einem Gewebe (10), das auf mindestens einer Innen- oder AuSenflache des rohrformigen 
Stutzrahmens angeordnet ist, wobei das Gewebe aus mindestens einem Gewebe besteht, das aus der 
Gruppe ausgewahit ist, die aus gewebten Geweben, nichtgewebten Geweben und gewirkten Geweben 
besteht, und absorbierbare makromolekulare Game und nichtabsorbierbare makromolekulare Game 

50 aufweist, 

dadurch gekennzeichnet, daS 

der Stutzrahmen (1) aus mehreren Ringabschnitten (2) besteht, die auf einer Achse angeordnet und 
durch mehrere entsprechende Verbindungsabschnitte verbunden sind, so daR ein erstes Paar Verbin- 
dungsabschnitte (3a, 3a*) als ein integrales Bauteil eines ersten Ringabschnitts ausgebildet ist und sich 
55 zwischen zwei benachbarten Ringabschnitten (2a. 2b) erstreckt. um sie miteinander zu verbinden. ein 
zweites Paar Verbindungsabschnitte (3b, 3b') auf dem benachbarten Ringabschnitt (2b, 2c) diametral 
angeordnet ist, wobei sich das zweite Paar {3b, 3b') Verbindungsabschnitte so gegenuberliegt, daB die 
Ebene (L2), die ihre Mittellinien enthalt, die Ebene (LI), die die Mittellinien des ersten Paares der 
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diametral gegenuberliegenden Verbindungsabschnitte enthalt, im rechten Winkel schneidet. 

2. Kunstliches rohrformiges Organ nach Anspruch 1, wobei die Game gedoppelte Game oder gedrehte 
Game sind, die mindestens aus einem absorbierbaren makromoiekularen Garn und mindestens einem 

5 nichtabsorbierbaren makromoiekularen Garn bestehen. 

3. Kunstliches rohrformiges Organ nach einem der Anspruche 1 oder 2, wobei das Gewebe ein 
Mischgewebe ist. das aus absorbierbaren makromoiekularen Garnen und nichtabsorbierbaren makro- 
moiekularen Garnen besteht. 

70 

4. Kunstliches rohrformiges Organ nach einem der Anspruche 1 bis 3, wobei die nichtabsorbierbaren 
makromoiekularen Game aus Fasern eines Materials bestehen, das aus der Gruppe ausgewahit ist. die 
aus Polyester, Polyolefinen, Polyamidharzen, Fluorkunststoffen, Chlorharzen, Polyurethanharzen, Zellu- 
losederivaten und Naturfasern besteht. 

75 

5. Kunstliches rohrformiges Organ nach einem der Anspruche 1 bis 4, wobei die nichtabsorbierbaren 
makromoiekularen Game aus einem der Polyolefinfasern bestehen. 

6. Kunstliches rohrformiges Organ nach einem der Anspruche 1 bis 5, wobei die Gewebe oder Garne mit 
20 einem Protein beschichtet sind. 

7. Kunstliches rohrformiges Organ nach einem der Anspruche 1 bis 6, wobei die absorbierbaren 
makromoiekularen Garne so in dem Gewebe enthalten sind, daj3 sie nach der Implantation in dem 
Organismus aufgelost und absorbiert werden. um Offnungen oder Poren mit einem mittleren Durch- 

25 messer von 110 mm zu bilden und zu mindestens 20 % in dem Gewebe vorhanden zu sein. 

Revendlcations 

1. Organs tubulaire artificiel comprenant un cadre support tubulaire (1) en matlere plastique et un tissu 
30 (10) dispose sur au moins une des surfaces interne et externe dudit cadre support tubulaire. ledit tissu 

^tant compose d'au moins un tissu selectionn^ dans le groupe constitu^ par les tiss^s, les non-tiss6s 
et les tricots et comprenant des fils macromol^culaires absorbables et des fils macromol^culaires non 
absorbables, caracterise en ce que ledit. cadre support (1) se compose d'une pluralite de parties 
annulaires (2) disposees axialement et reliees par une pluralite correspondante de parties raccords, de 

35 sorte qu'une premiere paire de parties raccords (3a, 3a') fait partie integrante d'une premiere partie 
annulaire et s'^tend entre deux parties annulaires (2a, 2b) voisines pour les raccorder, une seconde 
paire desdites parties raccords (3b, 3b') etant dispos^e diametralement sur la partie annulaire voisine 
(2b, 2c), ladite seconde paire (3b, 3b') desdites parties raccords etant opposee de telle sorte que ie 
plan (L2) contenant leurs axes centraux coupe & angles droits le plan (L1) contenant les axes centraux 

40 de ladite premiere paire de parties raccords diametralement opposees. 

2. Organe tubulaire artificiel selon la revendication 1 , dans lequel les fils sont des fils doubles ou des fils 
retors composes d'au moins un fil macromol^culaire absorbable et au moins un fil macromoleculaire 
non absorbable. 

45 

3. Organe tubulaire artificiel selon I'une quelconque des revendications 1 et 2, dans lequel le tissu est un 
tissu de fils melanges compost de fils macromol^culaires absorbables et de fils macromol6culaires 
non absorbables. 

50 4. Organe tubulaire artificiel selon I'une quelconque des revendications 1 k 3, dans lequel le fil 
macromoleculaire non absorbable est compost de fibres d'un mat^riau s6lectionn6 dans le groupe 
constitu^ par les polyesters, les polyol^fines, les r^sines de polyamide, les plastiques fluor^s, les 
r^sines chlor^es, les r^sines de polyur^thanne, les d^riv^s cellulosiques et les fibres naturelles. 

55 5. Organe tubulaire artificiel selon I'une quelconque des revendications 1 ^ 4, dans lequel le fil 
macromoleculaire non absorbable est compost d'une fibre de polyol^fine. 
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Organe tubulaire artificiel selon I'une quelconque des revendications 1 h 5, dans lequel lesdits tissus ou 
fils sont enduits d'une prot^ine. 

Organe tubulaire artificiel selon I'une quelconque des revendications 1 a 6, dans lequel lesdits fils 
macromoleculaires absorbables sont inclus dans le tissu, de telle sorte qu'ils sont dissous et absorbes 
dans Torganisme apr^s rimplantation pour former des ouvertures ou pores de 110 urn de diamfetre 
moyen, presentes a raison d'au moins 20 % dans le tissu. 
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Fig. / 
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Fig. 4 
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Fig. 6 
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Fig, 7 
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Fig. 10 
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